Permanent Painting

bleaches or pales slightly when subjected to sulphur
acids. These defects, however, are not apparent after
it is varnished. It is much cheaper than quick silver
vermilion, but not as reliable. It is an excellent drier.
It is also used as a base for making the vermilion
substitutes, because it does not saponify or become
hard in the tube. There are a large variety of these
substitute vermilions, some of them stained with para
red and s6me stained with madder. The para red
vermilions darken in the sunlight, but the madder
vermilions are more permanent. As a ground color
Tour's red or orange mineral is very reliable.
TRANSPARENT GOLD OCHRE
This is a species of ochre similar to Roman ochre,
and is really a form of raw sienna. The description
of raw sienna applies to this pigment.
TUSCAN  RED
When madder lake is precipitated on Indian red
as a base and a pigment is formed which has a dull,
rose shade that may be regarded as absolutely perma-
nent. There is a painting in the National Gallery of
London, by Hubert Van Eyck, of a man with a rose
colored cloak, in which the colors evidently used were
oxide of iron and madder lake over a white ground.
The author finds that some of the Indian reds on the
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